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ABSTRACT : 

PURPOSE: A chroline- containing resin composition having excellent 
anti -coloration properties obtained by adding a perchlorate of an 
ethanolamine 
to the resin. 

CONSTITUTION: 0 . OOl∼ 5wt % perchlorate (any one of a basic salt, 
a neutral 

salt, and an acid salt) of an ethanolamine (perfrably 
triethanolamine) as an 

anti-coloration agent is added to lOOpts.wt. chlorine-containing 
resin [e.g. 

a (co) polymer of vinyl chloride, vinylidene chloride, etc. or a 
chlorinated 

polyethylene] . In addition, a known sybstance used usually as a 
stabilizer 

(e.g. a metal salt of an organic acid) and other additives such as a 
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plasticizer, pigments, and a filler may be incorporated jointly into 
'the 

composition. 
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